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proceeded thus far, it will now be necessary to cut through
the pencil outlines with a graver. The next operation is
with the small J-inch chisel to cut away the superflu-
ous wood. The stalk may be attacked first by removing
the wood from each side of the engraved line, taking care
not to cut away more than is necessary. Now, with the
same chisel cut between each segment at its outer edge, so
as to slightly round each of these divisions or leaflets of the
shamrock. A very little judgment will show how much of
the wood need be removed to leave the form of a leaf in*
each division. Again take the graver in hand, and cut a
line from the outer centre of each division or leaflet down to

the centre of the stud. When this is done, the form of the
leaf 'will begin to show t itself. The next thing is to cut
down with the -J-inch chisel between each subdivision of
the- leaflets', from the outer edge to the engraved line, in
each case. The cut is to be made cleanly, about T\ of an
inch deep at the engraved line, leaving the outer edge of
the stud of its original height When one side of the leaflet
is thus cut down, the opposite side is to be cut in a similar
manner, and so on until each leaflet appears sunken towards
the centre. The stalk is now to be cut down to a little
below the leaflet above it. With a keen but fine file now
file the-stalk and leaflets-into proper shape, observing the
most perfect accuracy in this detail (see engraving).